JEWELRY MAKING
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Tools                    Jeweler's shears

and                        Round nose pliers

Working               Steel surface plate

Materials                Steel hammer

Round mandrels
(three sizes for the
balls, base of large
dome and small
dome balls)
Flux

Borax slate or saucer
Solder

Camel's hair brush
Scotch stone
Polishing motor
Felt buffing wheel
Tripoli cake
Soda,  ammonia,  and
water solution

Granite pan

Binding wire
26-gauge

Bristle buffing wheel

Soap and water solu-
tion

Scrub brush

Chamois buffing wheel

Rouge stick

Potassium sulphide so-
lution

Whiting

Soft cloth buffing
wheel

Reamer

Nickel silver wire 18-
gauge for rivet

Cutters

Small riveting hammer

PROCESSES

Gauging
the
Metal
p. 346

Inscribing
a Circle

Sawing
p. 31

Annealing
p. 18

FOUNDATION
Gauge the metal.

Sterling silver sheet 20-gauge.   Inscribe a
inch circle on the silver sheet.

Saw out the disk.

Anneal the disk,